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(54) STYRENE RESIN COMPOSITION 

(57)Abstract: 

PURPOSE: To obtain the title resin composition 
improved in flow, by mixing a styrene resin with an N- 
substituted fatty acid amide as a lubricant. 
CONSTITUTION: This resin composition comprises 
lOOpts.wt. styrene resin and 0.01W5pts.wt. compound of 
the formula, wherein R is a 7W21C alkyi or alkenyl, R' is '-jol^'-K 
an 8W22C alkyi or an alkeriyl. A is an 8W22G alkyi or ^" 
alkenyl or H, and at least either of R and R' is an alkenyl. 
Examples of said N-substituted fatty acid amides include 
N-caprylercamide, N-laurylercamide and N,N- 
distearyloleamide. Said amide can be easily obtained by 
reacting an 8W22C fatty acid with an 8W22C aliphatic 
prim, or sec. amine through dehydration at ISOWSOCC. 
When the content of said amide is below 0.01 ptwt., the 

flow of the resin can hardly be improved, and when it is above 5pts.wt., the heat distortion 
temperature of the resin is lowered. 
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